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(54) ELECTROSTATIC IMAGE TONER COMPOSITIONS 



(71) We, EASTMAN KODAK COM- 
PANY, a Company organised under the laws 
of the State of New Jersey, United States of 
America, of 343 State Street, Rochester, New 
York 14650, United States of America, do 
hereby declare the invention, for which we 
pray that a patent may be granted to us, 
and the method by which it is to be per- 
formed, to be particularly described in and 
by the following statement: — 

This invention relates to electrography and 
to a particulate toner composition and a dry 
electrographic developer composition contain- 
ing such a toner useful in the development 
of latent electrostatic charge images. 

Electrographic imaging and developing pro- 
cesses, e.g. electrophotographic imaging pro- 
cesses and techniques, have been extensively 
described in both the patent and other litera- 
ture. Generally these processes have in com- 
mon the steps of forming a latent electro- 
static charge image on the surface of an 
Insulating electrographic material. The elec- 
trostatic latent image is then rendered visible 
by a development step in which the charged 
surface of the electrographic material is 
brought into contact with a suitable developer 
mir which deposits partides on the charged or 
the uncharged areas. Conventional dry 
developer mixes include toner or marking 
particles and may also include a carrier 
vehicle for the toner that can be either a 
magnetic material such as iron filings, pow- 
dered iron or iron oxide, or a tribodectrically 
chargeable, non-magnetic substance like glass 
beads or crystals of inorganic salts such as 
sodium or potassium fluoride. The toner or 
marking particles typically contain a resinous 
material suitably coloured or darkened, for 
contrast purposes, with a colorant such as 
dyes tuffs or pigments such as carbon black. 

One method for applying a suitable dry 
developer mix to a charged image-bearing 
dectrographic material is by the well-known 
magnetic brush process. Such a process may 
also use an apparatus of the type described, for 
example, in U.S. Patent No. 3,003,462 and 
customarily comprises a n on -magnetic rotat- 



ably mounted cylinder having fixed magnetic 
means mounted inside. The cylinder is 
arranged to rotate so that part of the surface 
is immersed in or otherwise contacted with 
a supply of developer mix consisting of mag- 
netically attractable carrier particles and pig- 
mented toner partides which adhere to the 
surface of the carrier partides. 

In magnetic brush devdopment, as well as 
in various other types of dectrographic 
devdopment wherein a dry tribodectric mix- 
ture of a particulate carrier vehicle and a 
toner powder are utilized, e.g., cascade 
devdopment such as described in U.S. Patents 
2,618,416 and 2,618,552, it is advantageous 
to modify the tribodectric # properties of the 
toner powder so that a uniform, stable rcla- 
tivdy high net dectrical charge may be im- 
parted to the toner powder by die particulate 
carrier vehide. It is also highly advantageous 
if the tribodectric properties of the toner 
powder remain fairly uniform even when the 
toner powder is used under widely varying 
ambient relative Jiumidity (RH) conditions. 

A variety of methods for modifying the 
tribodectric properties of particulate toner 
particles have been proposed including the 
addition of various compounds as 'charge con- 
trol agents 9 . 

According to the present invention there 
is provided a dry particulate electrostatic 
image toner powder consisting of partides 
having a size from 0.1 to 100 microns com- 
prising a polymeric binder having a soften- 
ing point, measured as herein defined, in the 
range 40°C to 200°C; optionally a colorant, 
and containing from 0.01 to 2 per cent by 
wdght of the toner partides of a charge con- 
trol agent having the formula: 

R l 

R 4 — h*—. R ft R«S0 o - 

A. 

in which R l , R», R» and R 4 , which may 
represent the same or different groups, rcpre- 90 
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sent an aliphatic or aromatic group having 
up to 30 carbon atoms, providing that at least 
one of the groups R\ R«, R 1 and R 4 has 
the structure: 

O 

5 R a — <!! — NH — R r — ' 

in which R 8 is an alkyl group having eight or 
more carbon atoms and R f is a straight-chain 
alkylene group having up to eight carbon 
atoms, R* is an aliphatic or aromatic group 
10 having up to 30 carbon atoms and n is 3 
or 4. Preferably R 6 is an aromatic group 
having 6 to 10 carbon atoms. 

There are also provided electrostatic image 
developers comprising carrier particles having 
15 a size from 30 to 1200 microns and toner 
particles according to the invention. 

The present invention has been found to 
provide numerous advantages. Among others, 
the charge control agents used in the invention 
20 have been found to provide a dry, particulate 
toner composition which exhibits a relatively 
high, uniform and stable net toner charge 
when admixed with a suitable particulate car- 
rier vehicle. Moreover, the amount of dele- 
25 terious toner throw-off is generally quite low. 
In addition, the charge control agents used in 
the invention have been found to have no 
deleterious effect on the adhesion properties 
of the resultant toner composition containing 
30 these charge control agents when such toner 
compositions are used to conventional plain 
paper receiving sheets. 

In addition to the foregoing advantages, 
the charge control agents used in the present 
35 Invention have been found even more effective 
at providing a resultant electrostatic toner 
composition which is capable of maintaining 
a relatively high, stable net toner charge 
level (when admixed with a particulate car- 
40 rier vehicle under widely varying relative 
humidity (RH) conditions) than certain, some- 
what similar prior art charge control agents, 
1a the short-chain (non-surfactant) quternary 
ammonium salts described in U.K. Patent 
45 Specification No. 1,420,839 and U.S. Patent 
No. 3,893,935. This is particularly advan- 
tageous as it permits one to obtain effective 
electrographic development with low amounts 
of toner throw-off even at relatively low and 
50 high RH conditions, for example, 5% RH 
at 28°C and 90% RH at 28°C 

It has further been found that toner par- 
tides containing an effective amount of the 
above-described charge control agents gener- 
55 ally result in good to excellent electrographic 
developed images exhibi ting good uniform 
density with little or no background scum- 
ming. 

The polymers useful as binders in the prao 
60 rice of the present invention include those 
polymers and resins conventionally employed 



In electrostatic toners. Useful polymers gener- 
ally have a class transition temperature within 
the range of from 40° to 120°C Preferably, 
toner particles prepared from these poly- 65 
meric materials have relatively high caldng 
temperature, for example, higher than 55°C, 
so that the toner powders may be stored for 
relatively long periods of time at fairly high 
temperatures without having individual par- 70 
tides agglomerate and dump together. The 
softening temperature of useful polymers pre- 
ferably is within the range of from 40°C to 
200 °C so that the toner partides can readily 
be fused to conventional paper receiving 75 
sheets to form a permanent image. Especially 

Eef erred polymers arc those having a soften - 
g temperature within the range of from 
40 °C to 65° C because toners containing these 
binders can be used in high speed dectro- 80 
graphic copy machines using plain paper as 
the receiving sheet to which the toned images 
are fused. 

As used herein the term " softening tem- 
perature 99 refers to the softening temperature 85 
of the polymer as measured by an E. I. 
duPoot de Nemours Company, Modd 941 
TMA (Thermal Mechanical Analyzer). Glass 
transition temperature (Tg) as used herein 
refers to the temperature at which a polymeric 90 
material changes from a glassy polymer to 
a rubbery polymer. This temperature (Tg) 
can be measured by differential thermal 
analysis as disdosea fa Techniques and 
Methods of Polymer Evaluation, Vol. 1, 95 
Marcel Deleter, Inc., N.Y. 1966. 

Among the various polymers which may 
be used in the toner partides of the present 
Invention are sytrene-coataining resins, poly- 
carbonates, rosin modified maldc alkyd resins, 100 
polvamidcs, phenol-formaldehyde resins and 
various derivatives thereof, polyester conden- 
sates, modified alkyd resins, aromatic resins 
containing alternating methylene and aromatic 
units such as described in U.S. Patent No. 105 
3,809,554, and fusible cross-linked pdymers 
as described in U.K. Patent Specification 
No. 1,477,504 and U.S. Patent 3,938,992. 

Espedally useful toner polymers include 
certain polycarbonates such as those described 1 10 
In U.S. Patent No. 3,694,359 and which in- 
dudes polycarbonate materials containing 
an alkyl idene diary Iene portion in a recurring 
unit and having up to 10 carbon atoms in 
the alkyl portion. Other useful polymers bav- 1 15 
Ing the above-described physical properties 
include polymeric esters of acrylic and meth- 
acryllc add such as poly(alkyIacrylate) indud- 
Ing poly(aIkylmethacrylatc) wherdn the alkyl 
portion can contain up to 10 carbon atoms. 120 
Additionally, other polyesters having the 
aforementioned physical properties are also 
useful. 

Still other espedally useful toner polymers 
are various styrene-contajning resins. Such 125 
pdymers typically comprise a polymerized 
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blend of from 40 to 100 percent by weight 
of styrenc, including styrene homologue; from 
up to 45 percent by weight of one or more 
lower alkyl acrylates or mcthacryiates, i.e. 
having up to 4 carbon atoms in the alkyl por- 
tion such as methyl, ethyl, isopropyl and 
butyl, and up to 50 percent by weight of one 
or more vinyl monomers other than styrcne, 
for example, a higher alkyl acrylate or meth- 
acrylate (including branched alkyl and cyclo- 
alkyl acrylates and methacrylates), having 
from 6 to 20 or more carbon atoms in the 
alkyl group. A typical styrene-concaining 
polymer prepared from a copolymerized blend 
as described hereinabove are copolymers pre- 
pared from a monomeric blend of 40 to 60 
percent by weight styrene or styrene homo- 
logue, from 20 to 50 percent by weight of 
the lower alkyl acrylate or methacrylate and 
from 5 to 30 percent by weight of the higher 
alkyl acrylate or methacrylate such as ethyl- 
hexyl acrylate. Especially useful styrene-con- 
taining binder resins are cross-linked fusible 
atyrene-containing polymers such as described 
hi the above-referenced Belgian Patent 
817,748. A variety of other useful styrenc 
containing toner materials are disclosed in 
the following U.S. Patents: 2,917,460: 
2,788,288; 2,638,416; 2,618,552 and 
2,659,670 and U.S. Reissue Patent 25,136. 

The amount of binder polymer employed in 
the toner particles used in the present inven- 
tion may vary depending on the amounts of 
other addenda which one may desire to in- 
corporate in the toner composition. For ex- 
ample, various colorant and/or magnetic 
materials can advantageously be incorporated 
in the toner particles when the particles are 
desired for use in certain applications requir- 
ing such addenda. Typically, however, the 
binder polymer is present in an amount equal 
to or greater than 50 percent by weight of 
the toner composition. And, in accord with 
certain particularly useful embodiments of 
the invention where h is desired to employ the 
resultant toner composition In a high speed 
dectrographic office copy machine, ft is desir- 
able ^ to use an amount of binder polymer 
within the range of from 75 to 98 weight per- 
cent based on the total weight of the particul- 
ate toner composition. 

. The toner particles of the present Inven- 
tion can be prepared by various methods. 
One convenient technique for preparing these 
toners is spray-drying. Spray^drytng involves 
dissolving the binder polymer and adding the 
toner colorant and charge control agent to a 
volatile organic solvent such as dichforometh- 
ane. This solution is then sprayed through 
an atomizing nozzle using a substantially non- 
reactive gas such as nitrogen as the atomiz- 
ing agent During atomization, the volatile 
solvent evaporates from the airborne drop- 
lets, producing toner particles of the uni- 
formly dyed or pigmented resin. The ulti- 



mate^ particle size is determined by varying 
the size of the atomizing nozzle and the pres- 
sure of the gaseous atomizing agent Particles 
of a diameter between 0.1 and 100 microns 
may be used; although, in general, present 70 
day office copy devices typically employ par- 
ticles between 1.0 and 30 microns. However, 
larger particles or small particles can be used 
where desired for particular methods of 
development or particular development con- 75 
didons. 

Another convenient method for preparing 
the toner composition of the present invention 
is mclt-blenoing. This technique involves 
mddng a powdered form of toner polymer or 80 
resin and mixing it with suitable colorants, 
such as dyes or pigments, and the charge 
control agent. The polymer can readily be 
melted on heated compounding rolls which 
are also useful to stir or otherwise blend the 85 
polymer and addenda so as to promote the 
complete intermixing of these various ingre- 
dients. After thorough blending, the mixture 
Is cooled and solidified The resultant solid 
mass is then broken into small particles and 90 
finely ground to form a free-flowing powder 
of toner particles. These particles typically 
have an average particle size within the range 
of from 0.1 to 100 microns. 

As described hereinabove the charge con- 95 
trol agents used in the invention are added 
to the polymeric toner composition in an 
amount effective to improve the charge pro- 
perties of the toner composition. The addi- 
tion of a charge control agent improves the 100 
charge uniformity of a particular toner com- 
position, i.e, acts to provide a toner composi- 
tion in which all or sttostantially all of the 
individual discrete toner particles exhibit a 
triboelectric charge of the same sign (nega- 105 
uVe or positive) with respect to a given car- 
rier vehicle, increases the net electrical charge 
exhibited by a specified quantity of toner par- 
tides relative to a given carrier vehicle, and 
reduces the amount of " toner throw-off " of HO 
a given toner composition. As used herein, 
the phrases "net electrical charge exhibited 
by a toner powder " or " net toner charge " 
are equivalent and are defined as the total 
electrical charge exhibited by a specified 115 
amount of a particular carrier vehicle. Al- 
though the phenomenon by which such an 
electrical charge is imparted is not fully under- 
stood, k is believed due in large part to the 
triboelectric effect caused by the physical 120 
admixture of toner and carrier. As used here- 
in, the term "toner throw-off" is defined 
as the amount of toner powder thrown out of 
a developer mix as it mechanically agitated, 
e.g., in a development apparatus. Aside from |25 
the extraneous contamination problems in- 
herent with airborne toner dust in the 
development apparatus, " toner throw-off " 
also leads to imaging problems such as un- 
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wanted background and scumming of the 
dectrographic image-bearing dement 

The amount of the charge control agent 
useful in the present invention is important 
5 The amount of charge control agent used 
lies within the range of from 0.01 to 2 weight 
percent and preferably 0.2 to 1.5 weight per- 
cent based on the total weight of the particul- 
ate toner composition. It has been found that 
10 if amounts much lower than those specified 
above are used, the charge control agent 
tends to exhibit lirde or substantially no im- 
provement in the properties of the toner com- 
position. As amounts more than 1.5 weight 
15 percent of the charge control agent arc used, 
especially amounts more than 2.0 wdght per- 
cent, it has been found that the net toner 
charge exhibited by the resultant toner com- 
position becomes quite unstable and is sub- 
20 stanrially reduced. Of course, it must be 
recognized that the optimum amount of 
charge control agent to be added will depend 
in part on the particular charge control agent 
selected and the particular toner composition 
25 to which it is added. However, the amount 
spedfied hereinabove Is the useful range of 
charge control agent of the present invention 
which can be eftectivdy used In conventional 
dry toner materials. 
30 In accord with one useful embodiment or 
the invention, it has been found that the 
charge control agents used in the invention 
tend to provide the best results when the 
concentration of the charge control agent with- 
35 In an individual toner particle Is greater at 
or near the surface of the particle than it is 
within the interior of the partide. Of course, 
useful results can also be obtained In accord 
with the present invention when the charge 
40 control agents described herein arc distri- 
buted in a uniform manner throughout the 
toner partide composition. 

More specifically, the quaternary ammonium 
compounds used in the present Invention have 
45 been found to exhibit excellent charge con- 
trol characteristics even at very low relative 
humidities, e.g. 15% RH or less. In contrast, 
the somewhat related short-chain, non-surfac- 
tant quaternary ammonium salt charge con- 
50 trol agents described in U.K. Patent Speci- 
fication 1,420,839 and U.S. Patent 3,893,935, 
although useful, do not provide nearly as 
effective charge control characteristics as is 
obtained by the charge control agents of the 
55 present invention at low relative humidities. 
This is shown with r e f erence to the accom- 
panying drawings in which Figure 1 is a 
graph showing the relationship between net 
toner charge, in microcoulombs per gram, 
60 and the relative humidity at 28 °C for two 
devdopcrs. Figure 2 is a graph showing the 
relationship between the net toner charge and 
number of simulated prints produced on an 
dectrophotographic copier for two developers. 
65 Further description of the methods by which 



these graphs were obtained is given in Ex- 
amples 1 and 4 herein. 

It will be shown that at low relative 
humidities, a toner composition containing a 
non-surfactant charge control agent, exhibits 70 
increasingly higher charge levds such that 
the toner composition quickly acquires a 
charge level outside of a useful magnetic 
brush developer charge range of 8 to 35 
microcoulombs/gram as compared with 75 
devdopers containing toner particles accord- 
ing to the invention. Of course, it will be 
appreciated that the useful charge range of 
a given type of dectrostatic devdoper may 
vary depending, for example, upon whether 80 
one Is using a cascade or magnetic brush 
devdoper, and even upon the spedfic 
devdoper system, e.g. one roll or two roll 
magnetic brush, with which one is working. 
In any case, however, the significant aspect 85 
of the relationship shown In Figure 1 is that 
It dearly shows mat with toner particles con- 
taining the prior art short-chain, non-surfac- 
tant quaternary ammonium salt charge control 
agents, one can auickly reach a point under 90 
low, relative humidity conditions at which the 
toner particles are charged to an unacceptably 
high charge level Toner particles exhibiting 
such a high charge tend to become so tightly 
bound, through electrostatic forces, to the 95 
carrier particles with which they are as sed- 
ated that it becomes extremdy difficult to 
separate these toner partides from the carrier 
particles and into contact with the dectro- 
static images to be devdoped. ifJO 

As Indicated, various organo- sulphur-con- 
taining groups may be used as the anionic 
groups useful in the charge agents of Inven- 
tion. Typically, such groups contain up to 
10 carbon atoms including such anions as 105 
aikyl sulphates and aulphonates, such as 
methyl sulphate and methane sulphonate and 
aryl sulphonates, such as p-tduene sulphon- 
ates. 

A variety of colorant materials selected HO 
from dyes tuffs or pigments may be used alone 
or in combination in the toner materials of 
the present invention. Such materials serve 
to colour the toner and /or render it more 
visible. Of course, suitable toner materials 115 
having the appropriate charging charac- 
teristics can be prepared without the use of 
a colorant material where it is desired to have 
a devdoped image of low optical opadty. 
In those instances where it Is desired to 120 
utilize a colorant, the colorants used can, in 
prindplc, be sdected from virtually any of 
the compounds mentioned in the Colour Index 
Volumes 1 and 2, Second Edition. 

Induded among the vast number of use- 125 
ful colorants would be such materials as 
Hansa Yellow G (CI. 11680), Nigrosine 
Spirit soluble (C.I. 50415), Chromagen Black 
ETOO (C.I. 45170), Solvent Black 3 (C.I. 
26150), Fuchsine N (C.I. 42510), C.I. Basic |3Q 
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Blue 9 (CL 52015), etc Carbon black also 
provides a useful colorant. The amount of 
colorant or colorant mixture added may vary 
over a wide range, for example, from 1 to 
20 percent of the weight of the polymeric 
binder. Particularly good results are obtained 
when the amount is from 2 to 10 percent. 
In certain instances, it may be desirable to 
omit the colorant, in which case the lower 
limit of concentration would be zero. 

The toners of this invention can be mixed 
with a carrier vehicle to form developing 
compositions. The carrier vehicles which can 
be used with the present toners to form new 
developer compositions can be selected from 
a variety of materials. Suitable carrier vehicles 
useful in the invention include various non- 
magnetic particles such as glass beads, crystals 
of inorganic salts such as sodium or potas- 
sium chloride, hard resin particles and metal 
particles. 

In addition, magnetic carrier particles can 
be used in accordance with the Invention. In 
fact, die toner compositions of the present 
invention are especially suited for use with 
magnetic carrier particles as the problem of 
" toner throw-off is especially bothersome In 
magnetic brush development processes. Suit- 
able magnetic carrier particles are particles 
■ of ferromagnetic materials such as iron, 
cobalt, nickel, and alloys and mixtures thereof. 
Other useful magnetic carriers are mixtures of 
rough-surfaced, irregularly-shaped magnetic 
particles and smoc^-6urfaced, regularly- 
shaped magnetic particles such as described 
in U.S. Patent No. 3,838,054. Other useful 
magnetic carriers are particles wherein each 
individual carrier partjdc contains a plurality 
of magnetic particles uniformly dispersed 
throughout an electrically insulating poly- 
meric matrix such as described in Canad ian 
Patent 835,317. Other useful magnetic car- 
riers are ferromagnetic particles overcoated 
with a thin layer of various film -forming 
resins, for example, the alkali-soluble car- 
boryiated polymers described in U.S. Patent 
3,547,822. Still other useful resin coated mag- 
netic carrier parodes are described in U.S. 
Patent 3,632,512; U.S. Patent No. 3,795,617 
and U.S. Patent No, 3,795,618. Other useful 
tesin coated magnetic carrier particles in- 
clude carrier particles coated with various 
fluorocarbons such as poly - tetrafluorocthyl- 
ene, polyvinyiidene fluoride, and. mixtures 
ttereof including copolymers of vinytidene 
fluoride and tetrafluorocthylene. 

A typical developer composition containing 
the above described toner and a carrier 
vehicle generally comprises from 1 to 10 per 
cent by weight of particulate toner particles. 
Typically, the carrier particles are larger than 
the toner particles. Conventional carrier par- 
tides have a particle size on the order of 
from 30 to 1200 microns, preferably 60 — 
300 microns. 



The toner and developer compositions of 
this invention can be used in a variety of 
wavs to develop electrostatic charge patterns 
or latent images. Such developable charge pat- 
terns can be prepared by a number of means 70 
and be carried for example, on the insulating 
Hght sensitive photoconductive layer of an 
electrophotographic material or a non-light 
sensitive dielectric-surfaced element such as 
a receiver sheet. One suitable development 75 
technique involves cascading the developer 
composition across the electrostatic charge 
pattern; while another technique Involves 
applying toner parades from a magnetic 
brush- This latter technique involves the use 80 
of a magnetically attractable carrier vchide 
in forming the devdoper composition. After 
Imagewisc deposition of the toner parddes, 
the image can be fixed by heating the toner 
to cause it to fuse to the substrate carrying 85 
die toner. If desired, the unfixed Image can 
be transferred, to another support such as 
a Wank sheet of copy paper and then fixed 
to form a permanent image. 

The following examples are induded for 90 
a further understanding of the invention. 

Example 1 

In this example a charge control agent of 
the present invention was compared to tetra- 
pentylammonium chloride, the highly useful 95 
charge control agent described in U.K. Patent 
Specification 1,420,839. 

Toner A (prior art) 

100 parts polystyrene - co - methyl meth- 
acrylate - co - ethylhexyl methaoylate) 100 
— polymeric binder 

0*5 parts Tetrapcntyiarnmanium chloride 

charge control agent 
5 parts 'Regal 1 300 R the trade mark of 
a carbon black purchased from Cabot 105 
Corp.— colorant 

Toner B (present invention) 

100 parts polystyrene - co - methyl meth- 
aoylate - co - ethylhexyl methaoylate) 
— polymeric binder 110 
0.5 parts (3 - laurarmdopropyl>trimethyl- 
ammonium methyl sulfatc—inarge con- 
trol agent 

5 parts 'Regal' 300R carbon black— 
colorant 115 

Toners A and B were prepared by mdt 
blending the addenda on a 2-roll mill, cooling 
the material, and then grinding in a fluid 
energy mill to an average size of from 3 to 
15 microns. 120 

In the md trending preparation of both 
Toners A and B, the colorant and charge 
agent were added in an identical manner 
during the melt-blending operation. Upon 
analysis of the Toner A composition, it was 125 
found that the concentration of the charge 
control agent in Toner A at or near the 
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exterior surface of the Toner A particles was 
equivalent to that which one would expect 
assuming the charge agent was dispersed in 
a uniform manner throughout the Toner A 
particle composition during melt blending. 
However, upon analysis of the composition of 
Toner B, it was found that the concentration 
of the charge agent in Toner 6 at or near 
the exterior surface of the Toner B panicles 
was much greater than the aforementioned 
concentration of charge agent found at or 
near the surface of the Toner A particles. 

Toners A and B were employed in a mag- 
netic brush developer mix containing 3 weight 
percent toner and 97 percent by weight of 
magnetic carrier particles composed of 
* Hocganaes ' EH sponge iron particles (aver- 
age particle size 125 microns) partially coated 
with a fluorocarbon resin. The developer 
mixes containing Toners A and B were 



labelled Developer A and Developer B, res- 
pectively. 

The effective charge (pcoul/gram) of these 
developers was measured at various levels of 
relative humidity and the results of these 
measurements are shown In Figure 1. It will 
be noted that in a useful triboelectric charge 
range of 8 — 35 /icoul/gram, Developer B 
(containing the charge control agent of the 
present invention) is operable at a wider 
range of reladve humidities than is Developer 
A. 

Example 2 
In this example, Developer A and 
Developer B {as described In Ex. 1) were 
separately tumbled for 15 minutes and their 
myoelectric charge measured. The developers 
were then allowed to rest undisturbed for 3 
days and their charge again measured. The 
results are given in Table I : 



TABLE I 



Developer 

A (Prior Art) 
B (Present 
Invention) 



Charge After 
Tumbling 15 

Minutes 
Oicoul/gram) 

29.6 
22.2 



Charge After 

3 Days 
Oflcoul/gram) 
22,9 

19.7 



% Charge Decay 
-23% 

-11% 



Table I shows that the charge decay of 
Developer B is significantly lower man that 
of Developer A. Minimal charge decay is 
important for a developer mix used in an 
electrographic copier to obtain uniform Initial 
print quality upon start-up of the copier after 
shutting down for an extended period, such 
as a weekend, j 

: Example 3 
Two charge .control agents were tested with 
a Thermo Gravimetric Analyzer (TGA) to 
determine their decomposition temperature. 
Hie results are given in Table II: 



Toner C (present invention) 
100 parts styrcne-containing polymeric 



TABLE II 



Charge Control Agent 

TetrapentyJ ammonium 

Chloride (prior art) 
(3-lauramidopropyl)tn- 

memyiammonium methyl 

sulfate (present 

Invention) 



Decomposition 
Temperature (°C) 



181 



279 



Table II shows that die above-noted charge 
control agent suitable for use in the toner 
compositions of die present invention has a 
higher decomposition temperature than the 
prior art tetrapentvlarnmomum chloride. This 
higher decomposition temperature eliminates 
degradation problems during compounding of 
the charge agent into the toner. 



0.5 parts (3 - lauramidopropyI)trimethyl- 

ammonhim methyl sulphate 
5 parts 'Regal' 300 R carbon black 
Toner D (prior art) 
100 parts styrene>containing polymeric 
binder 

5 parts 'Regal* 300R carbon black 

Toners C and D were used at 3 weight 
percent concentration in a magnetic brush 
developer mix as described in Example 1. 
These developers were then put through a 
simulated 30,000 print run in an electro- 
photographic copier. The data, see Figure 2, 
Indicates that Developer M C" mnMjn? n g the 
charge control agent of the present invention 
would be electrically stable over this period, 
but that the prior art Developer M D M would 
not. 

Example 5 

A number of dry toner formulations were 
prepared as in Example 1 in order to define 
the effective concentration range of tie sub- 
ject charge agent These toner formulations 
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Example 4 

Two toners of the following composition 80 
were prepared in a manner similar to Example 
1: 
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1,501,065 
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represented a concentration series using (3_ 
Iauramidopropyt) - trimethylammonlum 
methyl sulphate, a representative charge con- 
trol agent of the present invention, at levels 
varying: from 0 to 2 parts by weight based 
on 100 parts by weight polymeric binder 
contained in the toner formulations. The toner 
partide formulations were prepared and tested 
for charge and throw-off characteristics. The 
data indicated that the preferred concentra- 
tion range is approximately 02 to 1.5 parts 
equivalent to approximately 0.2 to 1.5 per- 
. cent by weight of charge agent based on the 
total weight of the toner formulations. 

WHAT WE CLAIM IS: — 

1. A dry particulate electrostatic image 
toner powder consisting of particles having a 
sire from 0.1 to 100 microns comprising a 
polymeric binder having a softening point, 
measured as herein defined, in the range 
40°C to 200°C, optionally a colorant, and 
containing from 0.01 to 2 per cent by weight 
of the toner particles of a charge control 
agent having the formula 



R 1 

R 4 — N+— R* R«SO tt - 

J, 

in which R l , R«, R* and R*, which may 
represent the same or different groups, repre- 
sent an aliphatic or aromatic group having 
up to 30 carbon atoms, providing that at least 
one of the groups R l , R», R 1 and R 4 has 
the structure: 



R 4 — il — NH — R f — 



k which R 6 is an aikyi group having eight 
or more carbon atoms and R f is a straight- 
chain alkylene group having up to eight car- 
bon atoms, R 8 is an aliphatic or aromatic 
group having up to 30 carbon atoms and n 
is 3 or 4. 

2. The dry particulate electrostatic image 
toner powder as claimed in Claim 1 in which 
the group R 6 Is an a&yl group having up to 
ten carbon atoms. * 

3. The dry paniculate electrostatic image 
toner powder as daimed in Claim 2 in which 
the charge control agent is (3 - kuramido- 
propyi) - trimethyl ammonium methyl sul- 
phate, 

4. The dry particulate electrostatic Image 



toner powder as claimed in Claims 1 or 2 
In which the group R 5 is an aromatic group 
having 6 to 10 carbon atoms. 

5. The dry particulate electrostatic image 
toner powder as daimed in any of the pre- 
ceding Claims in which the polymeric binder 
is a styrene- containing resin. 

6. The dry particulate electrostatic image 
toner powder as daimed in any of the preced- 
ing Claims in which the polymeric binder 
contains one or more pigments or dyestuffs 
as a colorant. 

7. The dry particulate electrostatic image 
toner powder as daimed In Claim 6 in which 
the polymeric binder contains carbon black. 

8. The dry particulate electrostatic image 
toner powder as daimed in any of the pre- 
ceding Claims in which the charge control 
agent is present in an amount from 0.2 to 
IJ per cent by weight of the partides. 

9. Dry particulate dectrostatic image toner 
powder as daimed in Claim 1 and as herein 
described 

10. Ah dectrostatic image devdoper com- 
prising carrier partides having a size from 
30 to 1200 microns and from 1 to 10 per 
cent by weight of dry particulate toner par- 
tides as claimed in any of the Claims 1 to 9. 

11. The dectrostatic image devdoper as 
daimed in Claim 10 in which the carrier 
particles have a size from 60 to 300 microns. 

12. The dectrostatic image devdoper as 
claimed in Qaims 10 or 11 in which the ear- 
ner partides are magnetically attractable. 

13. Electrostatic image devdoper as 
daimed in Claim 10 and as herein des- 
cribed. 

1.4. The method of forming an image com- 
prising treating a surface bearing an dectro- 
rtauc charge image with an dectrostatic image 
devdoper as daime d in any of the Oaims 
10 to 13 to deposit a toner image thereon, 

15. The method as daimed in Claim 14 
wherein the surface bearing the dectrostatic 
charge is that of an insulating photoconduo 
uve layer. 

16. The method as daimed in Cairn 14 or 
15 wherein the deposited toner image is trans- 
ferred to a receiving sheet. 

17. Methods of forming toner images as 
daimed in Qaims 14, 15 and 16 and as 
herein described. 

18. Image bearing surfaces whenever pre- 
pared by the method of any of the Claims 
14 to 16. 

L. A. TRANGMAR, B.Sc, CP.A, 
Agent for the Applicants. 
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